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Amendments to the Claims 

This listing of claims shall replace all prior versions, and listings, of claims 
in the instant Application. 
1-6. (canceled) 

7. (currently amended) A composition comprising synthetic 
polyisoprene latex and an accelerator system having about 0.5 phr 
to about 4.0 phr dithiocarbamate and greater than 0.2 ohr to about 
4.0 phr thiourea wherein tho composition io capable of form i ng a 

j 

pniyignpmna film touiao formed from heatinaland curing the 
composition has a tensile strength of about 3 ;000 psi to about 
5,000 psi whon oubjeot o d to hoa t- and cured . ; 

8. (currently amended) The composition of Claim 7 having gr e at e r 
than obout 0.2 ph r to about 4.0 phr wherein the amount of 
dithiocarbamate and gr e at e r than about 0.2 phr to about 4.0 phr 
thiourea is from about 0.5 phr to about 1 .5 phr . 

9. (original) The composition of Claim 7 whereiri the dithiocarbamate 
is selected from the group consisting of sodium dithiocarbamate, 
zinc dithiocarbamate and combinations thereof. 

1 0. (original) The composition of Claim 9 wherein the zinc 
dithiocarbamate is selected from the group consisting of zinc 
dibutyldithiocarbamate, zinc diethyldithiocarbamate, zinc 
dibenzyldithiocarbamate and combinations thereof. 

1 1 . (original) The composition of Claim 7 further comprising thiazole. 
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12. 



13. 



14. 



15. 



wherein the thiazole is 
zinc 2- 

2-mercaptobenzothiazole, or 



(original) The composition of Claim 1 1 
selected from the group consisting of 
mercaptobenzothiazole, sodium 
combinations thereof, 
(original) The composition of Claim 7 
dibutyl thiourea. 

(original) The composition of Claim 7 
tetramethylthiuram disulfide or dipherjylguanidine 
(currently amended) A method for 
latex in tho form of a fi l m comprising 
from a composition comprising synthetic 
accelerator system having about 0,5 



wherein the thiourea is 1,3 



which does not contain 



curing 



dithiocarbamate and greater thanJLl 



and heating the film at a temperature 
°C for up to about 30 minutes wherein 
latex cured film has a tensile strength 
5,000 psi. 

16. (original) The method of Claim 15 
selected from the group consisting of 
dithiocarbamate and combinations 

17. (original) The method of Ciaim 16 
diothiocarbamate is selected from 
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synthetic polyisoprene 
t|he steps of forming a film 
;ic polyisoprene latex and an 
shrto about 4.0 phr 



phr to about 4.0 phr thiourea 



of about 90 °C to about 140 
the synthetic polyisoprene 
of about 3,000 psi to about 



whjerein the dithiocarbamate is 

sodium dithiocarbamate, zinc 
thlereof. 



whlerein the zinc 

group consisting of zinc 



Response dated June 20, 2005 

to Office Action dated March 21 , 2005 



PAGE 5117 1 RCVD AT 6/20/2005 1 :44:05 PM [Eastern Daylight Time] * SVR:USPTO€FXRF-1/0* DNIS:8729306 ' CSID:90825241 14 ■ DURATION (mm-ss):0440 



05/28/2005 13:46 9082524114 NORRIS MCLAUGHLIN PAGE 0B/17 



dibutyldithiocarbamate, zinc diethyldithiocarbamate, zinc 
dibenzyldithiocarbamate and combinations thereof. 

1 8. (original) The method of Claim 1 5 wherein the accelerator system 
further comprises thiazole. 

19. (currently amended) The & method of C l aim 15 whoroin the 
thinnron is for curing synthetic polvisopren e latex comprising, the 
steps of forming a film from a com position comprising synthetic 
polvisoprene latex and an accelerator syste m having 
dithiocarbamate and 1 ,3 dibutyl thiourea and heating the film at a 
temperature of about 90 °C to about 140 °C fo r up to about 30 
minutes wherein the synth etic polvisoprene latex cured film has a 
tensile strength of about 3.000 psi to abo ut 5.000 psi. 

20. (original) A latex glove comprising synthetic polyisoprene latex 
cured in accordance with the method of Claim 15. 

21 . (new) The composition of Claim 7 wherein the amount of thiourea is 
about 0.5 phr to about 4 phr. 

22. (new) The composition of Claim 7 wherein the amount of thiourea is 
about 0.5 phr to about 1 .5 phr. 

23. (new) The method of Claim 1 5 wherein the amount of 
dithiocarbamate is about 0.5 phr to about 1 .5 phr. 

24. (new) The method of Claim 1 5 wherein the amount of thiourea is 
about 0.5 phr to about 4 phr. 
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i 

25. (new) The method of Claim 24 wherein the amount of thiourea Is 
about 0.5 phr to about 1 .5 phr. 

26. (new) The method of Claim 15 wherein the accelerator does not 
comprise diphenyl guanidine or tetramethylthiuram disulfide. 



USSN: 10/743,210 Page S of 15 Response dated Juno 20, 2005 

to Office Action dated March 21, 2005 

PAGE 7/17 « RCVD AT 612012005 1 :44:05 PM [Eastern Daylight Time) « SVR:USPTO-EFXRF-1/0 * DNIS:8729306 R CSID:90825241 14 * DURATION (mm-ss):0440 



